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PROCESSES

Annealing
p. 18
Pickling
p. 22
Polishing
p. 71

Transferring
the

Design
to the
Metal
p. 33

Holding
the

Article
in the
Shellac

JEWELRY & ENAMELING

Allow to cool.

The same shellac can be used about six times,
then chipped off and fresh shellac applied as
described above.

THE METAL TO BE CARVED

Anneal the metal.

Pickle the metal.

Buff the surface with felt or bristle buffing

wheel charged with tripoli.

Wash in a hot soluton of soda, ammonia, and

water.

Transfer the design to the metal.  Use the wax

method.

Scratch the design in the metal.

Remove the wax.

Note: Other methods of transferring may be
used (See pp. 36, 37). If the article is
to be executed in repousse and carved
or pierced and carved, the work should
proceed in the order given.

Warm the article.   Care must be taken not to

get the article too hot or the shellac will melt

and run over the surface of the metal to be

carved.

Place the article, while still warm, level on the

shellac stick.

Press into the shellac

Push the soft shellac around the article.  When

cool the shellac hardens and holds the article

firmly.